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PREPARATION FOR COLORING

Crush about one ounce of potassium sulphide
in one quart of hot water.
Make a straw colored solution of ammonium
sulphide and water.   Heat the solution.

COLORING SILVER

Method L Dip the silver in the warm solution
of potassium sulphide or paint the solution on
the silver until it becomes a blue black.
Method 2. Paint the silver with a warm solu-
tion of ammonium sulphide until it becomes a
brown grey.

Wash in water.

Warm the silver dry or rub with a soft cloth.

Dip the thumb or finger in whiting.
Rub the surface of the metal to remove the oxi-
dation; the amount to be removed depends
upon the size of the piece, the design, and die
stone to be set.
Polish with a cloth or chamois buffing wheel.
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COLORING GOLD
Heat the gold until it is hot.